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(57) Abstract: The present invention relates 
to a method of making clips which can be 
used to engage body tissue for the purpose 
of closing wounds. Such clips are generally 
annular in shape and have radially inwardly 
extending tines. The present invention first 
forms a precursor which, in one embodiment, 
has the tines extending radially outwardly 
from the annular body and then forms the 
clip by inverting the precursor such that the 
tines extend radially inwardly. In an alternate 
embodiment, the precursor is formed with 
an over-sized lateral dimension and then 
compressed inwardly to bring the tines closer 
together and to reduce the lateral dimension 
of the precursor. It is preferred to manufacture 
such clips from a superelastic alloy such as 
nickel -titanium, in which case the inverted 
or compressed precursor must be heated and 
quenched to heat set the clip in its final shape. 
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METHODS FOR MANUFACTURING A CLIP AND CLIP 



FIELD OF INVENTION 
The use of certain types of clips, which axe initially generally planar and which are 
defomied to non-planar configuration prior to use, to close openings through tissue, e.g., into 
body lumens, and more particularly to close a puncture made to gain access to a blood vessel or 
other body liunen is known. Such clips are generally annular and have tines extending radially 
5 from an annular body. For example, such clips are disclosed in the aforementioned co-pending 
applications and in published PCT Applications WO/99/62408, WO/00/56223 and 
WO/00/56227, the disclosures of which are incoiporated by reference herein. Various 
methods, e.g., stamping, laser cutting, chemical etching and the like have been used to form the 
clips from a sheet of metal. Conventional manufacturing methods are limited with regard to 
1 0 minimizing the space between the tines because the necessary manufacturing tolerances require 
that sufficient space be allowed for the manufacturing tools and/or processing materials. 
Improved methods of manufacturing these types of clips and the clips resulting from them 
would make such clips more effective for many such uses. 

15 SUMMARY OF THE INVENTION 

The present invention is directed to methods for manufacturing tissue engaging clips in 
a manner in which a clip-precursor is first formed and such precursor is then reconfigured into 
the final shape of the clip. In a preferred embodiment of the invention, a clip having an annular 
or hoop-shaped generally planar configuration with radially inwardly extending tines is 

20 manufactured by first formuig a precursor with the tines extending radially outward and then 
reconfigured by inserting the precursor to its final shape with the tines extending radially 
inward and then heat setting the clip in this configuration. This pemuts the tines to be packed 
more closely together which enhances the sealing fimction of the clip and reduces tiae size of 
the clip's footprint. As will be explained in more detail herein, this manufacturing method 

25 overcomes the limitations of conventional methods in which the clip is manufactured in its 
final configuration. 

In another preferred embodiment, an annular or hoop-shaped planar clip precursor with 
radially inwardly extending tines is first manufactured in an oversize configuration and then 
has its lateral dimensions reduced to pack the tines closer together and to reduce the footprint 
30 of the clip and then heat set in that configuration. 
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DESCRIPTION OF THE DRAWINGS 
FIGURES 1 A and IB illustrate the before and after configuration of a clip 
manufactured according to one embodiment of this invention. 

FIGURES 2A AND 2B illustrate the before and after-configuration of a clip 
5 manufactured according to another embodiment of the invention. 

FIGURES 3 A-3C illustrate alternate before and after-configurations of clips 
manufactured according to the method of this invention in which the before configuration is 
that of FIGURE 2A. 

FIGURE 4 illustrates a clip which, while generally planar, has tines which extend 
10 radially inwardly at an angle to the plane defined by the body. 

FIGURES 5 and 6 illustrate clip precursors in which radially opposed primary tines 
have different lengths. 

FIGURE 7 illustrates the preferred relationship between the grain orientation of a 
nitinol sheet and the primary tines of a clip precursor. 

15 

DETAILED DESCRIPTION OF THE INVENTION 
The clips manufactured according to the present invention are usefixl for engaging 
tissue so as to connect tissue segments together or to close and/or seal openings through tissue 
such as a puncture wound in a body lumen. These clips may be used by deforming them fi'om 

20 their generally planar configuration such that the tines are pointing in a direction generally 

transverse to the plane, holding the clip in this deformed condition, deploying the clip proximal 
to the tissue to be engaged and removing the deforming force such that the clip engages the 
tissue and attempts to retum to its original generally planar configuration. The methods and 
apparatus disclosed in the above-mentioned United States Patent Application Serial Nos. 

25 10/081,726 and 09/732,178 can be used to deploy the clips of the present invention to engage 
tissue and close or seal an opening. 

Li such use, the deformation of the cUp causes the tines to be directed generally axially 
away firom the body of the clip and it is the elastic property of the deformed clip which causes 
it to attempt to return to its original generally planar configmration. The body of the device 

30 may comprise a series of looped elements which generally define an endless zigzag pattern, 
e.g., a sinusoidal pattern, extending about a central access. The looped elements are believed 
to facilitate deforming the device between the planar and transverse configurations, e.g., by 
distributing stresses through the device and minimizing localized stresses in the curved regions. 
In a first preferred embodiment of the present invention, a clip precursor is first formed 

35 from a sheet of material, preferably a superelastic alloy, such as a nickel-titanium alloy 
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(''Nitinol") alloy. The property of superelasticity and of certain alloys which possess that 
property is disclosed in U.S. Patent No. 4,665,906 which is incorporated by reference herein. 
This forming can be done by removing portions of the material by cutting, chemical etching, 
laser cutting, photochemical etching, stamping, electrical discharge machining and the like to 
5 produce a precursor such as that shown in FIG 1 A which has radially outward extending tines. 
The precursor can then be polished using one or more processes such as electropohshing, 
tumbling, sand blasting, sanding and the like or such polishing can be done as a final step after 
the clip is formed. Forming of a precursor in this manner does not require working to 
tolerances as close as those which would be required if the clip was to be manufactured in its 
10 final configuration shown in FIG IB because the radially outwardly extending tines of the 
precursor shown in FIG. 1 A are easily accessible by the forming tool whereas attempting to 
directly form the clip with radially inwardly extending tines which are closely spaced requires 
difficult high precision metal cutting. Thus, manufacture of a precursor which is then 
reconfigured to final clip shape permits the achievement of closer spacing between the 
1 5 elements of the final clip than would otherwise be achievable with conventional methods. 

The precursor 10 comprises a hoop-shaped planar body 1 1 which has outwardly 
extending primary (longer) tines 12 and secondary (shorter) tines 13. For example, the primary 
trials maybe .070 to .105 inches in length and the secondary tines maybe .025 to .035 inches 
in length. Each of the tines terminates in a point 14. Wlien the precursor 10 has been 
20 reconfigured into clip 16 shown in FIG. IB, the tines 12 and 13 become the tissue engaging 
portions of the clip. The tines may be sharpened or given a shape, e.g., barbs (not shown), 
while the device is in the precursor state. The body 1 1 may compromise connecting links such 
as loops 15. These links may have any suitable shape provided that such shape does not 
interfere with inversion of the precursor 10. 
25 The precursor 10 is then inverted to reconfigure it into the shape of clip 16. In this 

preferred embodiment m which the precursor is formed firom a sheet of nickel-titanium alloy, 
the inverted precursor is then heat set, e.g., by heating to a temperature of 510° C, and then 
quenched to cool to room temperature. The chp 16 will now be in the austenitic state. 

Heat setting and quenching are essential to successful practice of the invention with 
30 superelastic alloys. As explained in more detail in U.S. Patent No. 4,665,906, a superelastic 
alloy such as nickel-titanium exists in two states, the austenitic state and the martensitic state; 
Such alloys will initially be in the austenitic state, e.g., when the precursor is formed. 
However, when the precursor is inverted to take the shape of the final clip, the stress 
experienced by the alloy during the inversion will cause the alloy to be partially or wholly 
35 converted to the martensitic state. Such a martensitic state is commonly referred to as stress- 
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induced martensite. Such martensite structure has the property of superelasticity and tiie 
inverted precursor would revert to its original shape if not held in the inverted configuration. 

Since, if the inverted precursor was left in the martensitic state, it would want to 
elastically revert to its original uninverted state, it must be converted back to austenite. Thus, 
5 heating and quenching are required to convert the inverted precursor from the martensitic state 
to the austenitic state such that the chp is stable in its planar configuration as shown in FIG. IB 
and will retain that configuration. 

The times and temperatures for heat setting of superelastic alloys of various 
compositions can be determined from existing literature or can be determined empirically 

10 without any difficulty. The clips are small in size and the heating and quenching may be done 
with any conventional heatmg and quenching eqiupment. For example, once inverted, the 
inverted precursor can be held in that configuration and placed in a fixture which will hold it in 
the inverted configuration during heat setting. 

When clips are manufactured according to the present invention, the space between the 

1 5 tines may actually be eliminated, i.e., after inverting the precursor, the tines may be in contact 
with each other, in either a side-by-side or an over-and-under relationship. The number, length 
and spacing of the tines may be varied according to the desires of the manufacturer. 
Furthennore, while use of a planar precursor is a convenience in manufacturing, a planar 
configuration is not required. For example, the precursor could be bent along a diameter or 

20 major or minor axis of the precursor and could be heat set in such a bent configuration. 

Altematively, the clip, while generally planar, may have the tines extending at an acute angle 
to the plane defined by the body as shown in FIG. 4 in which the body 1 1 and tines 12 are 
shown. Furthermore, manufacturing from a sheet of material is a convenience, but other 
manufacturing techniques, including joining of components such as the tines to the body, can 

25 be accomplished by welding, brazing, or other known methods of joining materials. In such 
cases, one or more of such components may be circular in cross-section or tubular in 
configuration. 

Still fiulher, the clip need not be fabricated from a single material, e.g., the tines may be 
manufactured from a different material than the body. In such cases, a portion of the cUp such 

30 as the tines may be bioabsorbable provided that the final clip is capable of elastic recovery after 
being deformed. An advantage of the present invention is that it permits the production of 
clips with tines that are 30 to 40% or more longer than those which could be made with prior 
direct cutting methods, because there is no limit on the length of the tine which is formed on 
the precursor. Thus, after the precursor is inverted, the tines may overlap the annular body. 

35 hi the alternative embodiment of this invention illustrated in FIGS. 2 A and 2B, the 
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precursor 20 is manufactvired in an expanded oversize configuration to provide space for 
removing material from a sheet of material, preferably a superelastic alloy such as nickel- 
titanium, by conventional methods such as cutting, chemical etching, photochemical etching, 
stamping, electric discharge machining, laser cutting or the like. 
5 The precursor 20 is reconfigured by imposing radially inwardly directed force on body 

21 such that precursor 20 takes a smaller planar shape such as one of those shown in FIG. 2B. 
The precursor 20 has a planar body 21, tines 22 and 23 having points 24 and such tines are 
connected by links 25 as previously described with regard to FIG. 1 A. The reconfigured 
precursor is then heat set and quenched as described above to complete the manufacture of chp 
10 26. 

Clips of still other configurations can be manufactured in the manner of clip 26 by 
starting with a differently shaped precursor such as precursor 30 shown in FIG. 3 A. Precursor 
30 can be reconfigured by being subjected to radially inward deforming forces as shown in 
FIG. 3B or by opposed laterally inward forces as shown m FIG 3C. In each case, the planar 
1 5 body 3 1 having tines 32 and 33 with points 34 and hnks 35 will be caused to take a smaller 

dimension and will be heat set as described above to form clips 36 and 37. Clips manufactured 
according to the method of the present invention can have a multitude of configurations other 
than those shown in FIGS. IB, 2B, and 3C and 3D. For example, the configurations shown m 
United States Patent Applications Serial Nos. 09/732,178 and 10/081,726 could be 
20 manufactured according to the present invention. 

It has been found that nitinol sheet is stronger in one direction than in others, which 
may be the result of crystal orientation in the nitinol. It is preferred to form the clip precursors 
such that the primary tines are aUgned with the strongest orientation of the nitinol. It has been 
found, as shown in FIG. 7, that the greatest strength of the primary tines is achieved if those 
25 tines are transverse to the grain orientation of the nitinol. Thus, FIG. 7 illustrates clip precursor 
60 having primary tines 61 as the precursor would be cut from sheet 62. The grain orientation 
of sheet 62 is shown by the double-headed arrow 63. Typically, a plurality of precursors 60 
would be cut from the same sheet, each with its primary tines transverse to the grain orientation 
of the sheet. In addition, even if cUps are formed dhectly without using precursors, it is 
30 desirable that their primary tines be transverse to the grain orientation. 

The clips of the present invention may have primary or secondary tines which have the 
same or different lengths and the tines may be straight or curved. For example, radially 
opposed tines may have one tine at "12 o'clock" which is longer than the opposing tine at "6 
o'clock." Exemplary configurations of clip precursors with primary tines of different length 
35 are shown in FIGS. 5 and 6. In FIG. 5, clip precursor 40 is shown with a primary tine 41 
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which is shorter than primary tine 42. Similarly, in FIG. 6, a clip precursor is shown which has 

a primary tine 51 which is shorter than primary tine 52. 

The clips of the present invention may also be delivered using the apparatus and 

methods described in United States Patent Application Serial No. 10/081,273, filed February 

5 21, 2002 which is assigned to the assignee of the present application and the disclosure of 

which is incorporated by reference herein. Similarly, the apparatus and methods disclosed in 

United States Patent Application Serial No. 10/081,717, filed Febmary 21, 2002, which is 

assigned to the Assignee of the present application and the disclosure of which is incorporated 

by reference herein, may be used. 

10 Other features can be added to the clips including radio-opaque markers, and/or porous 

surfaces to promote tissue ingrowth or the clip may be coated in whole or in part with a 
bioabsorbable material and/or coated with a material containing a substance which is delivered 
to the patient for therapeutic, diagnostic or other purposes. Such coatings may comprise 
peptides, clotting factors or other materials designed to benefit the patient. 

1 5 While the principal obj ect of the present invention is to provide a manufacturing 

method which facilitates the production of clips having a small footprint, the present invention 
can also be used to make clips of larger dimensions since, no matter what methods are used to 
cut the precursor from a sheet of material, the ease of manufacture of even larger size clips is 
facilitated. Thus, the advantages of the present invention may be realized with regard to clips 

20 having larger sizes and clips having a variety of configurations. 

Having fiiUy described the present invention including a description of preferred 
embodiments, it is to be understood that the scope of this invention is not to be Umited to those 
preferred embodiments, but is of the fiiU scope of the appended claims. 
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What Is Claimed Is : 

1. A method of manufacturing a clip comprising the steps of: 

forming the precursor of a clip from a material comprising a superelastic alloy 
which has an austenitic state and a martensitic state, said precursor having a generally 
annular body which is generally planar and having one or more tines which extend 
radially outwardly from said body; 

inverting said precursor such that said tines extend radially inwardly; 

heating said precursor in its inverted configuration to cause said alloy to become 
substantially austenitic; and 

quenching said heated precursor to form a clip which is substantially austenitic. 

2. The method of claim 1 wherein said alloy is nickel-titanium. 

3 . The method of claim 1 wherein said body comprises a plurality of looped elements. 

4. The method of claim 1 wherein, after inversion, at least two tines are in side-by-side 
relationship. 

5. The method of claim 1 wherein, after inversion, at least two tines are in over-and-under 
relationship. 

6. The method of claim 1 wherein at least one tine is longer than a radially opposed tine. 

7. The method of claim 1 wherein said forming step comprises cutting said precursor from 
a sheet of material comprising a superelastic alloy. 

8. A method of manufacturing a clip comprising the steps of: 

forming the preciursor of a clip from a material comprising a superelastic alloy 
which has an austenitic state and a martensitic state, said precursor having a generally 
annular body which is generally planar and having one or more tines which extend 
radially inwardly from said body; 

said precursor having a lateral dimension which is substantially larger than that 
of the clip; 

compressing said precursor in a radially inward direction to bring said tines 
substantially closer together; 

heating said precursor in its compressed configuration to cause said alloy to 
become substantially austenitic; and 
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quenching said heated precursor to form a chp which is substantially austenitic. 

9. The method of claim 8 wherein said alloy is nickel titanium. 

10. The method of claim 8 wherein said body comprises a plurality of looped elements. 

1 1 . The method of claim 9 wherein the nickel titanium has a grain orientation and at least 
two tines have a longitudinal dimension transverse to the grain orientation. 

12. The method of claim 8 wherein, after compression, at least two tines are in side-by-side 
relationship. 

13. The method of claim 1 wherein, after compression, at least two tines are in over-and- 
xmder relationship. 

14. A clip manufactured according to the method of claim 1 . 

15. A clip manufactured according to the method of claim 6 . 

16. A clip manufactured according to the method of claim 8. 
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FIG. SB 
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